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PATENT 

IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 
APPLICANT: MILAN HAJEK ET AL-1 (PCT) 

PCT No.: PCT/CZ00/00042 FILED: JUNE 12, 2000 

TITLE: METHOD AND APPARATUS FOR HEAT TREATMENT OF GLASS 

MATERIAL AND NATURAL MATERIALS SPECIFICALLY OF 
VOLCANIC ORIGIN 

PRELIMINARY AMENDMENT 

BOX PCT 

U.S. Patent and Trademark Office 
P.O. Box 2327 
Arlington, VA 22202 

Dear Sir: 

Preliminary to Examination, please amend the above- 
identified application as follows: 

IN THE SPECIFICATION 

Page 1, after the title, please insert as follows: 
-- CROSS REFERENCE TO RELATED APPLICATIONS 

Applicant claims priority under 35 U.S.C. §119 of Czech 
Republic Application Nos . PV 1999-2185, PV 2000-968, and PV 2000- 
1935 filed June 17, 1999, March 17, 2000, and May 25, 2000, 
respectively. Applicant also claims priority under 35 U.S.C. 
§120 of PCT/CZ00/00042 filed June 12, 2000. The international 
application under PCT article 21(2) was published in English. -- 

IN THE CLAIMS 

Please amend claims 3, 5, 6, and 8-10 as follows: 
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3 . (Amended) The method of heat treatment of glass and 
natural materials of claim 1 characterized in that the glass or 
natural material to be melted or refined and/or refined contains 
an inert additive elected from the group comprising carbides, 
nitrides or borides in an amount from 1 to 100 g preferably 5 to 
50 g per 1 kg of the glass or natural material. 

5 . (Amended) The method of heat treatment glass and 
natural materials of claim 1 characterized in that the glass 
material comprises cullet of common waste glass of any kind or 
glass batches of all types or mixtures of cullet and glass and 
glass batches and the natural material comprises basalt, granite, 
marble, andesite, syenite, and other materials absorbing micro 
wave radiation. 

6 . (Amended) An apparatus for performing the method of 
claim 1 characterized in that it consists substantially of a 
micro wave furnace comprising an outer shell (8.2) provided with 
a cover (10) and an inner shell (8.1) and at least one micro wave 
generator (1.1, 1.2, 1.3, 1.4) with double emission and a total 
output from 0 . 1 to 1 kW per 1 kg of the processed glass or 
natural material arranged substantially in the intermediate space 
between the outer shell (8.2) and the inner shell (8.1) and a 
tank (2) disposed inside the inner shell (8.1). 
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8. (Amended) The apparatus of claim 6 characterized in 
that the furnace cover (10) is provided with at least one safety- 
switch (9.1 and 9.2) and a fill neck (7) engaging a contactless 
infrared sensor (5) with a connection for transmitting its signal 
to a thermometer and controller (6) provided with a 
microprocessor for the microwave generator control . 

9. (Amended) The apparatus of claim 6 characterized in 
that the tank (2) is provided with a side or bottom tapping point 
(13) . 

10. (Amended) Apparatus of claim 6 characterized in that 
the outer shell (8.2) is provided with transporting wheels. 

A marked-up version is shown as Exhibit A. 

Please add the Abstract , attached hereto on a separate 
sheet . 

REMARKS 

By this Preliminary Amendment, a cross-reference to related 
applications has been inserted in page 1. Claims 3, 5, 6, and 8- 
10 have been amended so that the multiple dependency of certain 
of the dependent claims have been removed to avoid the surcharge 
associated therewith, and an Abstract is being provided. No new 
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matter has been introduced. Entry of this amendment is 
respectfully requested . 

Respectfully submitted, 
MILAN HAJEK ET AL 




Edward R. Freedm^n, Reg. No. 2 6,04 8 
Attorneys for Applicant 

COLLARD & ROE, P.C. 
1077 Northern Boulevard 
Roslyn, New York 115 76 
(516) 365-9802 
ERF/llv 

Enclosure: Exhibit A and an Abstract 

EXPRESS MAIL NO. EL 871 448 394 US 

Date of Deposit : December 14, 2001 

I hereby certify that this paper or fee is being deposited with the United 
States Postal Service "Express Mail Post Office to Addressee" service under 3 7 
CFR 1.10, on the date indicated above, and is addressed to BOX PCT, U.S. 
Patent and Trademark Office, P.O. Box 2327, Arlington, VA 22202. 
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ABSTRACT OF THE DISCLOSURE 



A method of heat treatment of glass materials and natural 
materials specifically of volcanic origin according to which the 
treated material is exposed to microwave radiation at a frequency 
range from 1 MHz to 10 GHz and temperature range from the ambient 
temperature to 1800°C in a batch or continuous process. The 
glass or natural material subjected to a melting and/or refining 
process contains an inert additive elected from the group 
comprising carbides, nitrides or borides in an amount from 1 to 
100 g preferably 5 to 50 g per 1 kg of the glass or natural 
material. The apparatus consists substantially of a microwave 
furnace comprising an outer shell (8.2) provided with a cover 
(10) and an inner shell (8.1) and at least one micro wave 
generator (1.1, 1.2, 1.3, 1.4) with double emission and total 
power from 0 . 1 to 1 kW per 1 kg of the treated material . 



EXHIBIT A 

VERSION WITH MARKINGS TO SHOW CHANGES MADE TO 
CLAIMS 3, 5, 6. AND 8-10 



3 . (Amended) The method of heat treatment of glass and 
natural materials of claim 1 [and 2] characterized in that the 
glass or natural material to be melted or refined and/or refined 
contains an inert additive elected from the group comprising 
carbides, nitrides or borides in an amount from 1 to 100 g 
preferably 5 to 50 g per 1 kg of the glass or natural material. 

5 . (Amended) The method of heat treatment glass and 
natural materials of [any of claims 1 to 4] claim 1 characterized 
in that the glass material comprises cullet of common waste glass 
of any kind or glass batches of all types or mixtures of cullet 
and glass and glass batches and the natural material comprises 
basalt, granite, marble, andesite, syenite, and other materials 
absorbing micro wave radiation. 

6 . (Amended) An apparatus for performing the method of 
[any claim 1 to 5] claim 1 characterized in that it consists 
substantially of a micro wave furnace comprising an outer shell 
(8.2) provided with a cover (10) and an inner shell (8.1) and at 
least one micro wave generator (1.1, 1.2, 1.3, 1.4) with double 
emission and a total output from 0 . 1 to 1 kW per 1 kg of the 
processed glass or natural material arranged substantially in the 
intermediate space between the outer shell (8.2) and the inner 
shell (8.1) and a tank (2) disposed inside the inner shell (8.1). 

8. (Amended) The apparatus of claim 6 [or 7] characterized 
in that the furnace cover (10) is provided with at least one 
safety switch (9.1 and 9.2) and a fill neck (7) engaging a 
contact less infrared sensor (5) with a connection for 
transmitting its signal to a thermometer and controller (6) 
provided with a microprocessor for the microwave generator 
control . 

9. (Amended) The apparatus of [any claim 6 to 8] claim 6 
characterized in that the tank (2) is provided with a side or 
bottom tapping point (13) . 

10. (Amended) Apparatus of [any claim 6 to 9] claim 6 
characterized in that the outer shell (8.2) is provided with 
transporting wheels. 
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Method and apparatus for heat treatment q f glass materials and natural materi als 
spec ifically of volcanic origin 

Field of invention 

The invention relates to a method of heat treatment glass and natural materials 
specifically of volcanic origin. Under the heat treatment of glass materials it is to be 
understood melting or refining of glass cuilet, glass batches or mixtures thereof or 
hardening or forming glass. The materials of volcanic origin such as basalt, granite, 
marble, andesite, syenite, etc. are accordingly subjected to melting or refining or 
hardening and forming to obtain utility goods such as floor tiles, wall tiles, rods, bars, 
fibers, insulating wool, artistic objects and various glassware etc. In addition, the 
invention relates to an apparatus for performing this method. 



Description of prior art 

At the present time the melting of glass or production of glass melt or mother glass as 
well as melting of natural materials specifically of volcanic origin such as basalt is 
effected almost exclusively in glassmaking furnaces or melting furnaces heated by 
gas burners. Such furnaces show heavy weight and robustness. The furnace is to be 
heated as a whole and must be provided with thick insulation layers - fireclay what 
considerably affects its mobility i.e. the possibility of moving it from place to place 
for example for exhibition purposes. Moreover, the combustion of considerable 
amount of gas results in the generation of notably amount of hazardous flue gases 
affecting environment and also in strong heat radiation into the working place area 
what makes the working conditions unpleasant. There have been efforts to replace 
such glassmaking furnaces by electrically heated furnaces but due to specific 
parameter requirements such as temperature, glass output and energy consumption 
such efforts resulted in their limited use mostly for economic reasons. The 
requirement for quick melting of glass or natural materials by classic heating methods 
faces the main problem of considerably low thermal conductivity of such materials. 
In addition, certain types of glasses or materials especially those containing iron such 
as welding glass or basalt effectively reflect the infrared radiation so the temperature 
profile is sharply decreasing from the surface to the inside of the material so that the 
thickness of the batch material must be limited. 

Attempts to make use of a micro wave technology has encountered serious 
difficulties since most types of glass are well transparent for micro wave i.e. glass 
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does not absorb microwaves at the ambient temperature and has to be activated in 
some way i.e. make it capable to absorb microwaves. It is also known that at certain 
temperature - about 500 °C and more the positively charged particles of alkaline ions 
vibrating in the negative charged interstitial position begins to act as oscillating 
dipole which is the basic condition for absorption of microwaves. The pre-heating 
may be effected for example by electrical heating what of course requires a hybrid 
furnace i.e. a furnace provided with combined electric and microwave heating which 
design is relatively costly and restrictive in capacity. Some authors have used for the 
preheating of transparent materials such as asbestos and kdeselguhr various additives 
capable to absorb microwaves, for example powdered iron, iron trichloride, or borax ( 
RG. Wihsmann, R. Kokoschko, K. Forkel, "Glassmaker and Ceramicmaker " 46 75 ( 
( 1996 ). However, such materials proved to be unsuitable as additives to glass 

materials since they react with the glass mass and undesirably change the glass 
composition and structure. Other authors used for the batch preheating a microwave 
absorbing envelop or they hydrated the material before its melting ( MP. Knox, Gl.J. 
Copley, "Glass technology" 38, 91 (1997). Neither these activating methods are 
perfect since by using a wave absorbing envelop the microwaves are hindered from 
. — - _ -penetrating into the batch- and the heating is distributedwby radiation as in the case of 
the classic heating processes. On the other hand with the majority of types of glass 
neither the hydration nor wetting provides sufficient means to warm up the batch to 
the temperature required. 

According to EP-A1-0 349 405 micro waves are used for preheating or 
heating of materials such as oxides, glass and certain metals producing corrosive 
( . effect on the furnace lining when subjected to an induction heating. To enable 

preheating of materials that are not susceptible to micro waves glass containing iron 
oxides is added to the batch which oxide due to its high micro wave absorption 
provides for heating of the remaining micro-waves not susceptible materials. 
Nevertheless, such process is unacceptable for production of most of types of glass or 
natural materials based products since the iron oxide substantially affect the required 
qualities of final products. 

The object of the invention is to provide a new method of heat treatment of 
glass materials and natural materials specifically of volcanic origin which enables 
melting, refining or hardening of such materials under specific conditions by applying 
the microwave technology in the full temperature range required and to all types of 
materials notwithstanding the composition or structure thereof. 



Printed:20-08-2001 



AMENDED SHEET 14-08-2001 



<• Printed:20-08-2001 



DESCPAMD o o J. S .3 .1. «3 ,„ ,O00S34-8ffl9ibZ0000G)42 



2a 



Another object of the invention is to provide an apparatus for performing said 
method operated in both the batch or continuous process. 

Summary of the mvention 

In accordance with the foregoing the treated material is exposed to microwave 
radiation at frequency range from 1 MHz to 10 GHz and temperature range from the 
ambient temperature to 1800 °C in a batch or continuous production process. 
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More specifically, the frequency of the microwave radiation is elected within 
the range from 1 to 100 MHz, preferably 27 MHz, from 500 MHz to 10 GHz 
preferably 896 MHz, 915 MHz and 2450 MHz. 

To ensure safe and quick heating throughout the full temperature range the 
glass or natural material that is subjected to a melting and /or refining process contains 
an inert additive selected from the group comprising carbides, nitrides or borides in an 
amount from 1 to 100 g preferably 5 to 50 g per 1 kg of the glass or natural material. 

More specifically, the inert additive is elected from the group consisting of 
tungsten carbide -WC, silicon carbide - SiC, boron carbide - B 4 C, titanium carbide - 
TiC or vanadium nitride - VN, boron nitride - BN, silicon nitride - Si 3 N 4 or titanium 
boride - T1B2, niobium boride - NBo, vanadium boride - VB 2 , tungsten boride - 
WB2, zirkonium boride ZrB2, and aluminum boride AIB2 or a mixture thereof. 

The glass material may comprise glass cullet form common waste glass of any 
kind or glass batches of all types or mixtures of glass cullet and glass batch and the 
natural material may comprise basalt, granite, marble, andesite, syenite, and other 
materials absorbing the micro wave radiation. 

An apparatus for performing the method consists substantially of a microwave 
furnace comprising an outer shell provided with a cover and an inner shell and at 
least one microwave generator with double emission and total power from 0.1 to 1 kW 
per 1 kg of the processed glass or natural material arranged substantially injthe 
intermediate space in between the outer shell and inner shell and a tank disposed 
inside the inner shell. 

The inner space of the furnace is advantageously filled up with a heat insulating 
material having a heat resistance up to 1750 °C elected from the group consisting of 
aluminum oxide - corrundum and silicon oxide - quartz and^e furnace cover is provided 
with at least one safety switch and a fill neck engaging a contactless infrared sensor with a 
connection for transmitting its signal to a thermometer and controller provided with a 
microprocessor for the microwave generator control. To enable continuous process the 
tank is provided with a side or bottom tapping point. The easy mobility of the furnace is 
secured by transporting wheels mounted on the outer shell. 

The method and apparatus according to the invention are based on the 
application of microwave energy for selective heating of glass, glass materials, 
natural materials especially of volcanic origin such as basalt, granite, marble etc.. The 
applied technology may ensure that only the material required to be heated up is 
exposed to the heating effect uniformly in its whole volume while the adjacent space 
remains unaffected by the heat. In this way the supplied energy is used exclusively for 
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melting, refining or hardening of the material required and it is not necessary to heat 
up the whole body of the furnace. 

Another advantage of the invention results from applying inert materials ( for 
example silicone carbide ) as additives to the glass mass or batch. Such inert materials 
are strong absorbers of microwaves even at the ambient temperature while the 
properties of glass or natural materials remain unaffected. In this way any type of 
glass may be melted notwithstanding the extent to which the glass is capable to absorb 
microwaves as well as the glass composition and particles size including any glass 
batches or natural materials specifically of volcanic origin containing a metal for 
example. The melting process is extremely accelerated and is determined only by the 
heat resistance of a ceramic crucible. A metallic or graphite crucible cannot be used 
due to their unfavorable interaction with microwaves. 

Any undesirable phenomena such as material loss or its oxidation by air 
oxygen are fuily suppressed in the microwave melting process. The required 
properties of the material processed are completely preserved yet may be altered by a 
controlled modification of the melting regime. For example, by an appropriate 
application of the microwave energy in a glass batch melting process glass of different 
properties may be obtained that cannot be produced in the classic glassmaking 
furnaces ( for example with respect to its morphology, microstructure or mechanical 
strength etc. ). 

The advantages of the invention based on the application of microwave 
heating technology including modified microwave furnace may be summarized as 
follows: 

quick and in volume heating - the in volume heating means the effect of 
microwaves to heat materials almost uniformly from the volume center to its outer 
border in contrast to the classic heating; 

selective heating - the selective heating means that only the material required 
is heated up while its surrounding remains cool; 

the furnace need not be permanently supplied by energy - the furnace may be 
switched on or off at any time, i.e. it need not be operated continuously; 

low electric energy consumption resulting in substantially lower operation 
costs - this benefit arises from the preceding attributes; 

harmless working conditions - no hazardous combustion gases are generated 
neither the temperature at the working place is increased. 



WO 00/78684 



5 



PCT/CZOO/00042 



In addition, besides for the mere melting purposes the furnace may be used for 
refining, hardening or forming of various glass materials, melting of several glass 
samples for example to serve the purpose of color decorations or processing of molten 
natural materials to produce utility goods such as floor tiles, wall tiles, rods, bars, 
fibers insulating wool artistic objects etc. 

Brief description of drawings 

The accompanied drawings shows o schematic vertical sectional view of one 
possible embodiment of the apparatus according to the invention. 

Description of the preferred embodiment 
Example 1 

5 kg of crushed transparent glass cullet of particle size from 2 to 6 mm and 100 
g of compact tungsten carbide (WC ) were charged into a ceramic crucible with a 
capacity of 4 liters ( 1 ) in volume whereupon the crucible was put into a microwave 
furnace. After closing the furnace cover the crucible contents was heated up by means 
of microwave radiation with a frequency 2450 MHz and power 4 kW until the batch 
was melt. The glass melt was maintained at a temperature of 1200 ± 50 °C and 
processed in forming various utility items. 

Example 2 

2 kg of the mixture consisting of a lead crystal batch and 50 g of compact 
tungsten carbide ( WC ) were charged into a ceramic crucible with the capacity of 4 
liters then the crucible was put into a microwave furnace. After closing the furnace 
cover the crucible contents was heated by microwave radiation at a frequency of 2450 
MHz and power 2 kW until the glass was melted and then the glass melt was refined 
at a temperature of 1450 °C and thereafter at 1200 ± 20 °C. The glass melt was 
further maintained at this temperature and utilized in production of various utility 
items. 

Example 3 

The glassmaking process according to example 2 was repeated under 
substantially the same conditions with the exception that as additives the following 
compounds were employed one after other: tungsten carbide -WC, silicon carbide - 
SiC, boron carbide - B 4 C, titanium carbide - TiC or vanadium nitride - VN, boron 
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nitride - BN, silicon nitride - Si 3 N 4 or titanium boride - TiB 2 , niobium boride - NB 2 , 
vanadium boride - VB 2 , tungsten boride - WB 2 , zirkonium boride ZrB 2 , and 
aluminum boride AIB 2 . 

Example 4 

10 kg of glass cullet originating from the waste packing glass such as bottles, 
jars etc. and 200 g of the compact tungsten carbide (WC ) were placed inter a ceramic 
tank 10 liters by volume provided with a side or bottom tapping point. The tank was 
placed into a microwave furnace which was closed and switched on to run at the 
highest power. The glass cullet was melted and refined by the micro wave radiation 
effect and the glass melt was withdrawn through the bottom or a side tapping point to 
be further processed. The furnace was provided with inlet and outlet means so that the 
whole process could be carried out in a continuos mode. 

Example 5 

5 kg of glass crushed basalt of particle size from 0.2 to 60 mm were put into a 
ceramic crucible with the capacity of 4 liters and the crucible was placed into a 
microwave furnace. After closing the furnace the batch in crucible was heated by a 
micro wave radiation at a frequency of 2450 MHz and power 4 kW until the batch 
was completely melted at a temperature of 1600 °C and then this temperature was 
reduced to 1200 °C. The molten basalt was then maintained at 1200 ± 20 °C and 
further processed in various utility goods. 

Example 6 

8 kg of crushed basalt of panicle size from 0.2 to 60 mm were put into a ceramic 
crucible having the capacity of 10 liters and the crucible was put into a microwave 
furnace. After closing the furnace the batch in the crucible was heated by microwave 
radiation at a frequency of 915 MHz until the batch was completely molten at a 
temperature 1400 °C and then this temperature was decreased to 1200 °C. The molten 
basalt was then maintained at a temperature of 1200 °C and further formed by 
drawing to fibers or blowing to an insulating wool. 

Example 7 

30 kg of natural material selected from the group consisting of basalt, granite, 
marble, optionally in mixture with additives selected from the group of carbides, 
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nitrides and borides in an amount of 1 to 10 % by weight for the purpose of 
accelerating of the melting were put into a ceramic tank with the capacity of 20 liters. 
The material was melted by the effect of microwave energy and maintained molten at 
a temperature from 1400 to 1450 °C and then withdrawn through a bottom outlet. 
Simultaneously, the amount of the withdrawn molten material was compensated by 
substantially continuous supply of a raw material wherein the feed rate was 
controlled in order to maintain a substantially constant volume of the molten material 
in the tank. 

Example 8 

A batch or alternatively continuous operated glassmaking furnace comprises 
an outer shell 8.2 and an inner shell 8.1. The inner shell 8.1 defines a heat insulated 
inner space which is filled up with an insulating refractory material 3 of aluminum 
oxide - corundum. This material is permeable for microwaves even at high 
temperatures. Microwave generators called magnetrons 1.1, 1-2, 1.3, 1.4 are 
mounted on the inner shell 8.1 and extend into the intermediate space between the 
inner shell 8.1 and the outer shell 8.2. In this intermediate space fans 4 for cooling 
magnetrons 1.1 - 1.4. are located. The upper part of the glass furnace is provided 
with a cover 10 having an upwardly projecting fill neck 7. The fill neck 7 is 
connected over a conduit 12 to a storage reservoir 11 of batch material. The cover 10 
is further provided by two safety switches 9.1, 9.2 . The fill neck 7 is engaged with an 
infrared sensor 5 connected to a thermometer and temperature controller 6 equipped 
with a microprocessor for controlling the operation of the furnace. The bottom of the 
outer shell 8.2 is fitted with transport wheels 14. A tank 2 for receiving the batch 
material is situated in the insulated space its upper part being connected to the fill 
neck 7 while the bottom thereof is connected to the tapping point 13. 

At least four micro waves generators - magnetrons 1.1 - 1.4 are installed to 
generate microwaves energy at a frequency of 2450 MHz. with single or double 
emission in order to provide as much as possible homogenous electromagnetic field. 
The total microwave power may be adjusted with respect to the quantity of the natural 
material batch within the range from 2 to 6 kW, preferably 4 kW per 10 to 15 kg of 
the batch. The temperature of the molten material is measured by a contactless 
infrared sensor 5 and regulated by a thermometer coupled to a controller 6 equipped 
with a process controlling microprocessor. The mechanical safety switches 9.1 and 
9.2 provided on the cover 10 prevent the microwave radiation from scattering into 
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the furnace surroundings when the furnace is opened so that they switch off the energy 
supply to the magnetrons 1.1-1.4. 

In operation, the batch material is supplied continuously or semi-continuously 
from the storage reservoir 11 to the tank 2 through the fill neck 12 where the batch 
material is melted and refined and subsequently withdrawn continuously or semi- 
continuously through the tapping point 13. 

Industrial applicability 

The invention may be used for melting or production of all types of glass and natural 
materials especially of volcanic origin notwithstanding the extent to which such 
materials are capable to absorb microwaves. The processes under invention in 
combination with a microwave furnace may be used in glass factories for laboratory 
purposes ( for example for the preparation of common, modified or new types of 
glasses ) for artistic purposes (production of artistic objects , replicas etc. ) for 
decorative purposes ( decoration of basic shapes with various kinds of colored glass ). 

In summary, the invention may be used in glass factories, laboratories, 
studious, artistic studious, home glass shops and similar works and in similar facilities 
for melting and processing basalt and like materials to produce insulating wool, fibers 
or utility items such as floor and wall tiles including without limitation vases, bowls 
and statues. Thanks to the easy mobility of the microwave furnace the inventive 
process and furnace may be used at exhibitions and fairs for demonstration of the 
production glassware and other goods of natural materials as a part of manufacturers 
promotion of their products as well as for teaching and training purposes at 
professional schools of applied and decorative arts. 
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Claims 

1. A method of heat treatment of glass materials and natural materials specifically of 
volcanic origin characterized in that the treated material is exposed to microwave 
radiation at a frequency range from 1 MHz to 10 GHz and temperature range 
from the ambient temperature to 1800 °C in a batch or continuous production 
process in the presence of an inert additive elected from the group comprising 
carbides, nitrides or borides in an amount from 1 to 100 g. 

2. The method of heat treatment of glass and natural materials of claim 1 
characterized in that the frequency of micro wave radiation is ranging from 1 to 

( 1 00 MHz, or from 500 MHz to 10 GHz . 

3. The method of heat treatment of glass and natural materials of claim 1 and 2 
characterized in that the frequency of micro wave radiation is 27 MHz or 896 
MHz, or 915 MHz or 2450 MHz and the amount of the inert additive is from 5 to 
50 g per 1 kg of the glass or natural material. 

4. The method of heat treatment of glass and natural materials of claim 3 
characterized in that the inert additive is elected from the group consisting of 
tungsten carbide -WC, silicon carbide - SiC, boron carbide - B4C, titanium 
carbide - TiC or vanadium nitride - VN, boron nitride - BN, silicon nitride - S13N4 
or titanium boride - TiB2, niobium boride - NB 2 , vanadium boride - VB2, 

( tungsten boride - WB2, zirkonium boride ZrB2, and aluminum boride A1B 2 or a 

mixture thereof. 

5. The method of heat treatment glass and natural materials of any of claims 1 to 4 
characterized in that the glass material comprises cullet of common waste glass of 
any kind or glass batches of all types or mixtures of cullet and glass and glass 
batches and the natural material comprises basalt, granite, marble, andesite, 
syenite, and other materials absorbing micro wave radiation. 
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6. An apparatus for performing the method of any claim 1 to 5 characterized in that 
it consists substantially of a micro wave furnace comprising an outer shell ( 8.2 ) 
provided with a cover (10) and an inner shell (8.1) and at least one micro wave 
generator (1.1, 1-2, 1.3, 1A ) with double emission and a total output from 0.1 to 
1 kW per 1 kg of the processed glass or natural material arranged substantially in 
the intermediate space between the outer shell (8.2 ) and the inner shell (8.1 ) and 
a tank (2 ) disposed inside the inner shell (8.1). 

7. The apparatus of claim 6 characterized in that the inner space of the furnace is 
filled up with a heat insulating material with a heat resistance up to 1750 °C 
selected from the group consisting of aluminum oxide - corundum or silicon oxide 
- quartz. 

8. The apparatus of claim 6 or 7 characterized in that the furnace cover (10) 
comprises a fill neck (7), at least one safety switch ( 9. 1 and 9.2 ) and further a 
contactless infrared sensor (5) is provided for sensing the temperature of the 
treated material through the fill neck (10) with a connection for transmitting the 
infrared sensor (5) signal to a temperature controller (6) provided with a 
microprocessor for the microwave generator control. 

9. The apparatus of any claim 6 to 8 characterized in that the tank (2) is provided 
with a side or bottom tapping point (13 ). 

10. Apparatus of any claim 6 to 9 characterized in that the outer shell (8.2 ) is 
provided with transporting wheels. 
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